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(g) Surface crossllnked and surfactant coated absorbent resin particles and method of preparation. 



@ The inventton is surface crossllnked particles of water absorbing resin comprising particles of a 
carboxyl containing water-absorbent resin ; characterized In that the particles of the carboxyl contain- 
ing water-absorbent resin are crossllnked at or near the partide surface by a pdyhydroxy compound 
capable of reacting with the carboxyl moieties of the water-absorbent resin, further characterized in that 
the particles have coated on or bound to the surface a nonionic surfactant having an HLB of from 3 to 
10. 

Additionally a process for the preparation of such surface crossllnked and surfectant coated 
absorbent resin particles is disclosed. Further disclosed is a water-absorbent structure comprising a 
synthetic or natural fiber or paper based woven or nonwoven carrier structure and surface crossllnked 
and surfactant coated water-absorbent resin particles of this Invention. 
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ution into the surfece of the absorbent polymer may be improved in this process by use of a water soluble or- 
ganic soh/ent such as methanol. A problem with this process is that high levels of peroxide radical initiators 
discolor partly neutralized polyacrylic acid and increase the low molecular weight water soluble fraction of this 
product If it is subjected to heat. 

5 A process is disclosed in DE 3,713,601 Al, in which surfece crosslinking is obtained by the addition of a 

crosslinker of glycidyl-or polyglycidyl compounds. These crosslinking agents irritate the human skin, and may 
be harmful to human health. 

A polymer post-treatment process is disclosed in GB 2,11 9,384, (DE 3,523,617 Al) in which improvement 
of product properties is claimed by mixing absorbent resin powder with crosslinkers, preferably polyalcohols, 

10 like glycerol, a solvent and water, and heating this mixture to temperatures in the range of 90-300''C. It Is claimed 
that this post treatment reduces the agglomeration of the absorbent resin when wetted, increases its speed of 
water absorption and water retention, Improves the flowabillty and reduces the dust. This process has some 
disadvantages. Traces of water are quickly absorbed by superabsorbent polymers, rendering it difficult to mix 
additives which are applied as an aqueous solution, with the dry, powdered superabsorbent. Addition of an aqu- 

IS eous solution to the polymer powder results in particle agglomeration, and when the agglomerated particles 
are subjected to heat, they form hard clusters which make additional processing such as breaking and screen- 
ing necessary. It Is disclosed in the reference that if the polyalcohols are added without a solvent, good dis- 
tribution is not possible. The polymer coating formulation therefore preferably contains a hydrophllic organic 
solvent, e.g. methanol. The use of an organic solvent is not desirable due to its processability and its negative 

20 impact to the environment 

GB-A-2,1 62,525 discloses the addition of finely divided silica to the crosslinked adsorbent resin particles 
as described in GB-A-2,1 1 9,384, to prevent agglomeration of the resin particles. 

It would be desirable to provide water adsorbent resin particles which have high absorption capacity, low 
extractables. I.e. water-soluble polymer fraction, and high toughness or gel modulus. Also desirable are water 

25 absorbent resin particles which have a low tendency to agglomerate. What is further needed is a process for 
the preparation of such particles, which is environmentally friendly. It Is also desirable that such particles and 
processes do not employ the use of materials which may be irritating, or which may be hanmful to human health. 

The invention provides surface crosslinked particles of water absorbing resin comprising carboxyl contain- 
ing water-absorbent resin; characterized in that the carboxyl containing water-absorbent resin is crosslinked 

30 at or near the particle surface by a polyhydroxy compound capable of reacting with the carboxyl moieties of 
the water-absorbent resin, further characterized in that the particles have coated on or bound to the surface a 
nonionic surfactant having an HLB of from 3 to 10. 

in another embodiment, the invention Is a process for the preparation of surface crosslinked water-absor- 
bent resins which comprise: 

35 A. contacting particles of a hydrogel of the water-absorbent resin with a composition comprising a polyhy- 
droxy compounds and a surfactant, or a polyhydroxy surfactant, optionally water, and optionally a water 
miscible polar solvent under conditions such that the polyhydroxy compound and surfactant, or the poly- » 
hydroxy surfactant, coat the absorbent resin particles without substantial penetration into the interior of the 
absorbent resin particles; 

40 B. drying the mixture of the hydrogel of the water-absorbent resins, and the composition containing the 

polyhydroxy compound and surfactant, or the polyhydroxy surfactant, under conditk3n8 such that the water, 
and optbnal solvent if present, are substantially removed, and the polyhydroxy compound or the polyhy- 
droxy surfactant does not significantiy react with the carboxyl moieties of the water-absorbent resin; 
C. optionally, reducing the particle size of the dried coated water-absorbent resin by mechanical means; 

45 and, 

D) heating the coated water-absorbent resin under conditions such that the polyhydroxy compound or the 
polyhydroxy surfactant reacts with ttie carboxy moieties of the water-absorbent resin so as to crosslink the 
surface of the water-absorbent resin particles. 

in yet another embodiment, the invention Is a water-absorbent structure comprising a synthetic or natural 
50 fiber or paper based woven or nonwoven earner structure and surface crosslinked and surfactant coated water- 
absorbent resin particles of this inventbn. 

The water-absorbent resin particles of this invention demonstrate high absorption capacities while having 
low extractable fractions, a high absorbent particle gel toughness, and demonstrate a reduced tendency to ag- 
glomerate when wetted. The process for the preparation of the water-absorbent resin particles does not require 
55 the presence of organic soh^ents. Further, the water absorbent resin particles do not require the use of or pres- 
ence of materials which may be irritating to human skin, or which may be hanmful to human health. During proc- 
essing the water-absorbent particles do not form large agglomerates which require extra and costiy processing. 

Generally, water absorbent resin particles are prepared by a well-known processes. The monomers from 

3 



EP 0 509 708 A1 



which the polymers prepared are polymerized in aqueous solution. Certain additives, such as crosslinking 
agents and surfiactants, may be incorporated into the monomer mixture, which Is polymerized. Processes for 
polymerizing such monomers, thereby forming the polymers from which water absorbent resin particles are de- 
rived are described In the patents arid patent applications described hereinbefore. The product of the polymer- 
5 Ization process is a hydrogel which is a water-swollen fonm of the polymer. Generally, this hydrogel is subjected 
to mechanical means of reducing the particle size to granulate the hydrogel. Thereafter, the hydrogel is dried 
to remove the water. The particles then can be subjected to further mechanical means of particle size reduction 
and classification including chopping, grinding and sieving. In those embodiments described hereinbefore 
wherein a crossiinlcing agent was added after polymerization, the crossllnlcing agents were added to the dried 

10 resin powder. Generally in such situations after addition of the crosslinking agents, the particles are then sub- 
jected to conditions under which the crosslinking agents react with a portion of the water-absortsent polymer 
so as to crosslink the surface of the particles. 

Hydrogel as used herein refers to water swollen absoriDent resin particles. In preferred embodiments such 
hydrogels comprise 15 to 90 % by weight water absorbent polymer, with the remainder comprising water. In a 

15 more preferred embodiment the hydrogel comprises 30 to 45 % water absorbent polymer. 

Surface crosslinked refers herein to absorbent resin polymer particles which are contacted with a cross- 
linking agent after completion of polymerization under conditions such that the particles are coated at or near 
the surface and the particles are exposed to conditions such that the crossllnker react with carboxyl groups at 
or near the surface of the particle to crosslink the water absorbent resin. 

20 Water-absorbent polymers useful In this Invention are water-absorbent polymers which contain carboxyl 
moieties. Among prefenred carboxyl containing water absorbent polymers are hydrolyzates of slarch- 
acrylonitrile graft copolymers, partially neutralized products of a starch-acrylic acid graft copolymers, saponi- 
fication products of vinyl acetate acrylic ester copolymers, hydrolyzates of acrylonltrile copolymers, crosslinked 
products of hydrolyzates of acrylonitrile copolymers, hydrolyzates of acrylamlde copolymers, crosslinked prod- 

25 ucts of hydrolyzates of acrylamrde copolymers, partially neutralized products of polyacrylic acids and cross- 
linked products of partially neutralized polyacrylic acids. 

Especially preferred are alkali metal acrylate-type polymers obtained by copolymerizing 100 parts of an 
acrylic acid-type monomer composed of 1 to 50 mole % of acrylic acid and 50 to 99 mole % of an alkali metal 
acrylate and 0 to 5 percent by weight of a crossllnkable monomer in aqueous solution in a monomer concen- 

30 tration of at least 20 % by weight. In another preferred embodiment the alkali metal acrylate-type polymers are 
obtained by polymerizing acrylic acid and post neutralizing the polymer with an alkali metal base. 

There Is no limitation to the amount of the carboxyl groups of the water-absorbing resin. Preferably, at least 
0.01 equivalent of carboxyl groups are present per 1 00 g of the water-absorbing resin. In the case of the partially 
neutralized polyacrylic acid, the proportion of the unneutralized portion is preferably 1 to 50 mole %, 

35 The polyhydroxy compound which is used as a crosslinking agent is a compound which contains at least 
twohydroxyl groups which are capable or readily reacting with the carboxyl groups of the water-absorbent resin, 
and which is capable of being dispersed over the surface of a water-absorbent resin particle. Preferably, the 
polyhydroxy compound used In this invention Is selected from the group consisting of glycol, diethylene glycol, 
triethylene glycol, polyethylene glycols, glycerol, polyglycerol, propylene glycol, dipropylene glycol, tripropylene 

40 glycol, polypropylene glycols, diethanolamine, triethanolamine, propane diol butane diol, hydroxy temnlnated 
oxyethylene-oxypropylene block copolymers, sorbitan fatty acid esters, polyoxyethylene sorbltan fatty acid es- 
ters, trimethylolpropane, pentaerythritol, sorbitol, mannltd, sugars, sugar derivatives, polyoxyethylene sorbitol 
derivatives, polyoxyethylenelanolin derivatives and the like. More prefenred polyhydroxy compounds include 
diethylene glycol, triethylene glycol, glycerol, propylene glycol, Irimethylol propane, pentaerythritol, and sort)i- 

45 tel. Even more preferred are sorbitol and glycerol. 

The amount of polyhydroxy hydrocart)on applied to the surface of the adsorbent resin particle Is that amount 
which significantly Improves Its gel strength as evidenced by an increased absorption under low (AUL) and 
which does not significantly reduce the absorptive capacity of the resin once the crosslinking has occun-ed. 
Preferably the amount of poly hydroxy compound isfromO.01 to 10 parts per hundred parts by weight of water- 
so absortjent resin. More preferably from 0.1 to 1.0 parts of polyhydroxy compound per 100 parts of water-absor- 
bent resin are used, with from 0.1 to 0.3 parts of polyhydroxy compound per hundred parts of water-absoriaent 
resin being most prefenred. 

The surfactants which may be coated on the surface of, or bound to the surface of the water-adsorbent 
resin particles are nonionic surfactants having an H LB in the range of 3 to 1 0 and which are dispersible In water. 

55 Preferable surfactants include those selected from the group of sorbltan fatty acid esters, polyoxyethylene sor- 
bltan fatty acid esters, glycerol or polyglycerol fatty acid esters, polyoxy ethylene alkyi ethers, polyoxyethylene 
alkylphenol ethers, polyoxyethylene acyl esters and sucrose fatty acid esters or modified surface active poly- 
esters. More prefen-ed surfactants are polyethoxylated sorbitol lanolin derivatives, for example a surfactant 
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available from ICI under the Tradename G1425. A sufficient amount of surfactant is used to facilitate a homo- 
geneous distribution of the crosslinking agent on the surface of the gel particles, to improve the processability 
of the gel by reducing its stickiness, to reduce the tendency of the dried powder to agglomerate when exposed 
to humid air or water, and to bind fine dust of the water-absorbent resin. 

5 The surfactant is either adsorbed or coated onto the surface or bound to the surface via chemical interac- 

tion. The amount of surfactant used is preferably from 0.01 to 2 parts per hundred parts by weight of water- 
absorbent resin. More preferably from 0.075 to 0.5 parts per hundred parts by weight of water-absorbent resin. 

A nonionic surfectant having an HLB of 3 to 10 which has two or more hydroxy (poiyhydroxy containing 
surfactant) moieties which are capable of reacting with carboxyl moieties can be used both as the poiyhydroxy 

10 compound and the surfactant. In such a case the hydrogel need only be contacted with such a surfactant and 
the remainder of the process steps can be carried out. In one aspect the use of such a surfactant is advanta- 
geous as it would not migrate Into the pores of the hydrogel thus allowing crosslinking at the surface only. 

In order to contact the surfactant and the poiyhydroxy compound with the hydrogel of water-absorbent res- 
in, a composition of surfactant and poiyhydroxy compound, or a composition containing a poiyhydroxy surfac- 

15 tant Is prepared. The coating composition may comprise the poiyhydroxy compound and surfactant, or the poly- 
hydorxy surfactant only. The composition is preferably water-based, and polar organic solvents which are mis- 
cible with water may additionally be used. Preferred cosolvents are lower alkanols. Such solutions can contain 
up to 99 % water, or water and solvent, so as to reduce the coating fomiulation viscosity. The relative amounts 
of solvents, surfactants and poiyhydroxy compound are chosen such that the composition can readily disperse 

20 over the absorbent particles to be coated, and to provide a sufficient amount of surfactant and poiyhydroxy com- 
pound, or poiyhydroxy surfactant, to coat the surface of the water-absorbent particles. Preferably, the compo- 
sition contains from 0 to 99 % by weight water, more preferably from 20 to 80 % by weight water. Preferably 
the solution contains from 0 to 99 % by weight organic solvent, more preferably from 0 to 50 % by weight organic 
solvent, and most preferably no organic solvent is used. The amount of surfactant or poiyhydroxy surfactant 

25 is preferably from 0.1 to 99.5 % by weight, and most preferably from 5 to 40 % by weight The anfK)unt of poiy- 
hydroxy compound is from 0.1 to 99.5 % by weight, and most preferably from 10 to 50 % by weight. 

A sufficient amount of the composition containing the poiyhydroxy compound and surfactant, or poiyhy- 
droxy surfactant, is contacted with the water-absorbent resin hydrogel particles to coat a sufficient amount of 
poiyhydroxy hydrocarbon and surfactant, or poiyhydroxy surfactant, on the particles to achieve the desired 

30 goals described herein. Preferably from 50 to 99.98 parts by weight of water-absorbent resin are contacted 
with from 0.02 parts to 50 parts of the composition, and more preferably from 95 to 99.8 parts of resin from 0.2 
to 5 parts of the composition . 

In order to prepare the absorbent resin particles of the Inventbn, the absorbent resin in the hydrogel foroi 
is contacted with a composition of surfactant and poiyhydroxy compound, or poiyhydroxy surfactant The hy- 

35 drogel is preferably in granular form, with particle sizes of 2 cm or less being more preferred. The amount of 
solution used should be that which is sufHcient to provide a coating of poiyhydroxy compound and surfactant, 
or the poiyhydroxy surfactant, on the absorbent resin particles such that the hereinbefore described aims of 
the invention are achieved, In partk:ular, high absorption under load, with low extractables, and high absorptive 
capacity. Further, such coated particles should have processability in the wet and dry form. The absorptive resin 

40 hydrogels and coating composition should be contacted under conditions such that the partides can be coated 
with the surfactant and poiyhydroxy compound, or poiyhydroxy surfactant, but such that the poiyhydroxy com- 
pound and surfactant, or poiyhydroxy surfactant, do not significantly diffuse Into the internal structure of the 
water-absorbent resin particle. It is preferable that such contacting should be conducted with some form of mix- 
ing, such that adequate distribution of the poiyhydroxy compound and surfactant, or poiyhydroxy surfactant, 

45 on the water-absorbent resin particles can be acheived. Moderate stirring, shaking or even a short distance of 
conveying in a screw-conveyer is sufficient for such adequate distribution of the solution over the gel particles 
of the water-absorbent resin, particulariy if the hydrogel particles of the water-absorbent resin is at elevated 
temperatures. The contact time of the solution and the hydrogel particles of the water-absortsent resin should 
be sufficient to coat the particles with the poiyhydroxy compound and surfactant, or poiyhydroxy surfactant 

50 but not so long as to allow diffusion of the poiyhydroxy compound into the pores or internal structure of the 
water-absorbent resin particles. Preferably such contact time is from 5 seconds to 10 minutes, preferably from 
20 seconds to 60 seconds. The temperature of contacting can be any temperature at which the poiyhydroxy 
compound or poiyhydroxy surfactant does not significantly react with the carboxyl moieties of the absorbent 
resin polymer. Preferably such temperatures are from 20*^0 to 100°C, more preferably from 40**C to 70''C. It 

55 should be noted that elevated temperatures, i.e. those temperatures above ambient (20°C) improve the speed 
of coating of the water-absorbent resin particles. 

After coating of the water-absorbent resin hydrogel particles, the particles may be optionally subjected to 
further mechanical particle size reduction. The size of the gel particles after mechanical particle size reduction 
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should be such that homogeneous drying of the particles can occur. 

Thereafter, the water-absorbent resin hydrogel particles are subjected to conditions to remove the water 
and optional solvent This drying process is used to remove substantially all of the water and optional solvent, 
such that the water-absorbent resin particles can be further processed, packaged, and incorporated into ab- 

5 sorbent structures. The temperature at which the drying takes place Is a temperature high enough such that 
the water, and optional solvent, is removed in a reasonable time period, yet not so high so that the polyhydroxy 
compound or polyhydroxy surfactant coated on the water absorbent resin particles reacts with the carboxyl moi- 
eties of the water-absorbent resin before water is removed. Preferably, the temperature of the water absorbent 
resin particles during drying is 170°C or less. Preferably, the temperature during drying is 100°C or more, and 

10 more preferably ISO^'C or more. The drying time should be sufTicient to remove substantially all of the water 
and optional solvent. Preferably, a minimum time is 10 minutes or greater, with 15 minutes or greater being 
prefenred. Preferably, a maximum drying time is 60 minutes, with 20 minutes or less being more preferred. In 

" a preferred embodiment, drying is performed under conditions such that water, and optional solvent, volatilizing 
away from the absorbent resin particles is removed. This can be performed by the use of vacuum techniques 

15 or by passing inert gases or air over or through the layers of water-absorbent resin particles. In a preferred 
embodiment, the drying occurs in dryers in which heated air is blown through or over layers of the water-ab- 
sorbent resin particles. Preferred dryers are fluidlzed beds or belt dryers. Alternatively a drum dryer may be 
used. 

In a prefenred embodiment, the coated water-absorbent resin particles are then subjected to mechanical 
20 particle reductton means. Such means can include chopping, cutting and/or grinding. The object is to reduce 
the particle size of the water-absorbent resin particles to a particle size acceptable in the ultimate end use. In 
^ a prefenred mode, the absorbent resin particles are first chopped, and then ground. In a preferred embodiment, 
the particle size is less than 2 mm and more preferably 0.8 mm or below. Preferably the particles have a size 
of 0.02 mm or greater, more preferably 0.05 mm or greater andnrK>re preferably 0.1 or greater. A significant 
25 advantage inherent in the presence of the surfactant, is that it allows the dispersion of the polyhydroxy com- 
pound over the entire surface of the water absorbent resin particles after the particles undergo mechanical par- 
ticle size reduction. This facilitates the production of water-absorbent resin particles which are uniformly cross- 
linked. 

After drying and particle size reduction, the water-absorbent resin particles are then subjected to conditions 

30 such that the polyhydroxy compound or polyhydroxy surfactant coated on the surface of the particles reacts 
with the carboxyl groups of the water absorbent resin so as to crosslink the water-absorbent resin particles at 
or near the surface of the particle. Conditions for such crosslinking are such that crosslinking occurs without 
adversely affecting the water-absorbent resin and its properties. The coated water-absorbent resin particles is 
preferably heated to a temperature ISO'^C or above, more preferably ITO^'C or above, and most preferably to 

35 M5°C or above to crosslink the surface of the absorbent particles. The temperature should not be so high as 
to cause the absorbent resin polymer to degrade. Preferably the temperature is 240®C or below, more preferably 
210''C or below, and most preferably ISO^'C or below. The time period for this exposure to elevated tempera- 
tures should be sufficient for the polyhydroxy compounds or polyhydroxy surfoctant present at or near the sur- 
face of the absorbent resin to react with carboxyl groups. Preferably, at least 5 minutes exposure and most 

40 preferably at least 15 minutes exposure is used. If the exposure time is too long it becomes uneconomical and 
risk is run that the absorbent resin may be damaged. Preferably the maximum time of heating is 75 minutes or 
less, preferably 60 minutes or less. Preferably this crosslinking is performed in air, and nrK>re preferably In the 
presence of flowing air, such as in a fluidlzed bed reactor or a plate dryer. 

It Is important to recognize that the extent of crosslinking of the water-absorbent resin particles significantly 

45 affects the properties of the ultimate absorbent resin. If the crosslinking is too high the absorptive capacity of 
the resin significantly drops. If there is little or no crosslinking, the toughness of the gel is significantly reduced, 
and therefore its ability to stand up underload and retain absorbed material under load is significantly reduced. 

During drying or surface crosslinking the water absorbent resin particles may form agglomerates. Thus, 
after crosslinking the water absorbent resin particles may be subjected to mechanical means for breaking up 

50 the agglomerates. Such means can involve grinding, chopping, cutting or the like. 

As there is balance of the absorptive capacity and soluble polymer fraction against the toughness and ab- 
sorption under load, it is the objective of this invention to maximum the absorption under load and minimize 
the soluble polymer fraction, i.e. extractables. One measure, is to examine the relative ratio of the absorption 
underload to the percent extractables. The higher this number is, the more more successful the invention is 

55 in maximizing the properties of the water-absorbent resin. Preferably, this ratio is 2 or greater, more preferably 
3 or greater, and most preferably 4 or greater. It Is also preferred that the resins have an absorption under load 
of 15 g/g or greater, more preferably 28 g/g or greater. It Is further preferable that the resins have a percent 
extractables level of 18 or less, more preferably 14 or less, and most preferably 10 or less. 
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The crosslinked surfactant coated water-absorbent resin particles of this invention can be used in any use 
wherein absorption and binding of aqueous based fluids is desired. In a preferred embodiment, the absorbent 
resin particles of this Invention are mixed into or attached to a structure of absorbent material such as synthetic 
or natural fibers or paper based woven or non-woven fibers etc. to form a structure. In such structure the woven 
5 or non-woven structure functions as a mechanism for wicking and transporting via capillary action the fluid to 
the water-absorbent resin particles which bind and retain such fluids. Examples of such structures are diapers, 
adult Incontinence structures, sanitary napldns and the like. 

The following examples are included to Illustrate the invention, and do not limit the scope of the claims. 
Unless otherwise stated all parts and percentages are by weight. 

10 

Example 1 

293 g of 99 % pure acrylic acid is partly neutralized with 553 g of a 20 % active aqueous caustic solution 
in a jacketed glass reactor. To this monomer solution are added .1.76 g of trimethylolpropane triacrylate 

is (TMPTA), 1.6g of polyvlnylalcohol and 0.18gof a40 % active diethylene triamlne pentaacetate solution (Ver- 
senex* 80 ^Trademark of The Dow Chemical Company) and the solution is well mixed. This monomer mix Is 
transferred Into a reactor which is equipped with mixing devices capable of mixing the polymerizing mass suf- 
ficiently and breaking the polymer gel which Is obtained by polymerization. The glass reactor and the line to 
the reactor Is flushed into the polymerizing reactor by an additional 160 g of delonized water. The monomer 

20 solution is deoxygenated by purging it with nitrogen. Polymerization Initiation is achieved by adding succes- 
sively 5 g of a 10 % aqueous solution of sodium persuifate. 0.98 g of a 15 % aqueous solution of hydrogen- 
peroxide and 4.4 g of a 1 % aqueous ascorbic add solution. The exothermic polymerization reaction heats the 
mixture up to approximately QO-IOO^'C. After cooling down to 70''C the gel is held under nitrogen atmosphere 
at 70''C for one hour. 

25 The aqueous polymer gel is granulated to particles having a size of between approximately 1 and 5 mm 
with the aid of a meat mincer (disc holes 5 mm) and a part of it is dried in a hot air stream of 160^C for approx- 
imately 20 min. The polymer is ground in a knife cutter and sieved. The particle size fraction between 0.595 
and 0.297 mm (30-50 mesh) is used for performance and quality analysis. For gel strength measurement the 
fraction 0.297 to 0.177 mm (50-80 mesh) is used. 

30 The product SAP1 is obtained. Perfbmnance and quality of produced polymers prepared are measured by 
the following methods. 

Centrlfuged Capacity 

35 200 mg of water-absorbent resin particles are place within a scalable tea bag (63,5 x 76.2 mm), immersed 
for 30 minutes into a 0.9 % saline solution and then centrlfuged for three minutes at 1600 rpm. The weight ratio 
of saline solution absorbed to water-absorbent resin particles is the absorbency capacity (cc). 

Absorptton Under Load 

40 

A nylon screen (50 x 50 mm; 325 mesh) Is put on top of perforated metal plate (holes with 5 mm) followed 
by a filter paper and finally by a stainless steel cylinder, whose both ends are open, of 26 mm Inner diameter, 
37 mm outer diameter and a height of 50 mm. 120 mg of water-absort)ent resin particles are placed Into the 
cylinder and evenly distributed, covered byanon-wovensheetof a diameter of 26 mm and finally pressed down 

45 with a teflon piston of 26 mm diameter which carries the weight. The total weight of piston and cylinder is 100 
g. The metal plate with the product in the cylinder on top is Immersed into the 0.9 % saline solutton such, that 
the nylon screen and the water surface have the same level so that the filter paper and the water-absorbent 
resin particles are able to absorb water without any static pressure. 

A soak time of one hour Is applied. The plate is removed from the water reservoir and the excess water In 

5a the holes of the plate and in the nylon screen is soaked up by paper tissues. Then the weight is removed from 
the swollen gel and the gel Is weighed. The weight ratio of saline solution absoribed under load to water-ab- 
sorbent resin particles is the absorption under load (AUL). 

Extractables 

55 

1 g of water-absorbent resin particles and 185 ml of 0.9 % saline solution are placed in an 250 ml jar which 
is capped and put on a shaker for 1 6 hours. A part of the extraction solution Is filtered. With the aid of a Metrohm 
Titroprocessor the pH of a defined volume of the filtrate Is adjusted to pH 1 0 by 0.1 n NaOIH and finally titrated 
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to pH 2.7 by 0. 1 normal hydrochloric acid, to determine the amount of residuai monomer which is in the filtrate. 
Caking in Humid Air 

5 10 g of water-absorbent resin particles (0.595 - 0.297 mm) are put into a 40 ml crystallizing dish and placed 

onto the ceramic plate of a desiccator. The lower part of the desiccator is filled with water which is in contact 
with filter papers which covers the inner side of the desiccator to assure maximum humidity of the test atmos- 
phere. The water-absorbent resin particles stay in this environment at room temperature for 24 hours. The ex- 
tent of agglomeration which may be formed, particulariy on the product surface, is checked with a spatula. 

10 

Example 2 

The same procedure as applied in Example 1 is applied to make water-absorbent resin particles (SAP 2) 
except that 0.64 g of crosslinker (TMPTA) and 4.1 g of a 1 0 % aqueous solution of sodiumpersulfate are added 
15 to the monomer mix. 

Example 3 

200 g of minced water-absorbent resin particles gel as obtained in Example 1 is coated by mixing the gel 
20 with 350 mg of a 20 % aqueous emulsion of the polyethoxylated sorbitol lanolin derivative, designated G1425, 
and dryinjg the gel In an hot air stream of leo^C for 20 min. The resin prepared is designated SAP 3. 

Example 4 

25 The same procedure is followed as in Example 3 except that a coating fomnulation consisting of 350 mg 
of an 20 % aqueous emulsion of polyethoxylated sorbitol lanolin derivative and 70 mg of glycerol is used. A 
water absorbent resin designated SAP 4 is obtained. 

Examples 5-7 

30 

15 g each of the SAP 1, SAP 3 and SAP 4 are heated in an air stream of 200''C for 10 minutes. Water- 
absorbent resin particle samples designated SAP 5, SAP 6 and SAP 7 are obtained. 

Examples 8 -12 

35 

Water-absorbent resin particle gel as obtained in Example 2 is subjected to the same treatment as the Wa- 
ter-absorbent resin particle gel SAP 1 by the experiments described in the Examples 3-7. Water-absorbent 
resin particle samples designated SAP 8, SAP 9, SAP 10, SAP 11 and SAP 12 are obtained. 

40 Example 13 

30 g of SAP 2 is coated by contacting with a formulation consisting in 112 mg of a 20 % active aqueous 
emulsion of the surfactant G1425 and 60 mg of glycerol and intimate mixing 

1 5 g of the coated polymer powder is then subjected to a hot air stream as described in the Examples 5 - 
45 7. The water-absorbent resin particle sample designated SAP 13 is obtained. 

Example 14 

299 g of minced water-absorbent resin particle gel as obtained in Example 2 is coated with a formulation 
50 consisting in 350 mg of a 20 % active aqueous solution of G1425 and 1 05 mg of sorbitol and dried as described 
in Example 3. After grinding and sieving as in Example 1 the polymer is subjected to a hot air stream of 190°C 
for 14 minutes. The water-absorbent resin particle sample designated SAP 14 is obtained. 
The results are compiled in Table I. 

55 
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Claims 

1. Surface crosslinked particles of water absorbent resin comprising a carboxyl containing water-absorbent 
resin; characterized in that the carboxyl containing water-absorbent resin Is crosslinked at or near the par- 
ticle surface by a polyhydroxy compound capable of reacting with the carboxyl moieties of the water-ab- 
sorbent resin, further characterized in that the particles have coated or bound on the surface a nonlonic 
surfactant having an HLB of from 3 to 10. 

2. Particles according to Ciaim 1 , wherein the absorbent resin is a hydrolyzate of a starch-acrylonitrlle graft 
copolymer, a partially neutralized product of a starch-acrylic acid graft copolymer, a saponification product 
of a vinyl acetate acrylic estercopolymer, a hydrolyzate of an acrylonitrile copolymer, a crosslinked product 
of a hydrolyzate of an acrylonitrile copolymer, a hydrolyzate of an acrylamide copolymer, a crosslinked 
product of a hydrolyzate of an acrylamide copolymer, a partially neutralized product of polyacrylic acid, 
or a crosslinked product of partially neutralized polyacrylic acid. 

3. Particles according to Claim 1 or Claim 2 wherein the potyhydroxy-containing compound is glycol, diethy- 
lene glycol, thiethylene glycol, polyethylene glycol, glycerol, polyglycerol, propylene glycol, dipropylene 
glycol, tripropylene glycol, polypropylene glycol, propane diol butane diol, diethanoiamlne, triethanola- 
mine, a hydroxy terminated polyoxyethylenepolyoxy-propylene block copolymer, a polyoxyethylene sor- 
bitol derivative, a polyoxyethylene lanolin derivative, a sorbitan fatty acid ester, polyoxyethylene sorbitan 
fatty acid ester, trimethylolpropane, pentaerythritol, sorbitol, nr^nnltol, a sugar or a derivative of sugar. 

4. Particles according to any one of Claims 1 to 3, wherein the resin is crosslinked at or near the surface of 
the particles with from 0.01 to about 10 parts by weight of the polyhydroxy compound per 100 parts of the 
water-absorbent resin; and the particles have coated on or bound to their surface from 0.01 to 2.0 parts 
by weight of the surfactant per 100 parts of the water-absorbent resin. 

5. Particles according to any one of Claims 1 to 4, wherein the absorbent resin comprises a polymer of acrylic 
or methacrylic acid in which from 50 to 99% of the carboxyl moieties are neutralized; the polyhydroxy com- 
pound Is glycerol or sorbitol; and the surfactant is a polyethoxylated sorbitol-lanoiin derivative. 

6. A process for the preparation of surface crosslinked absobent resin particles according to any one of 
Claims 1 to 5 which comprises 

A) contacting particles of a hydrogel of the water-absorbent resin with a composition comprising a poly- 
hydroxy compound and a surfactant, or a polyhydroxy surfactant, optionally water and optionally a water 
miscible polar solvent, under conditions such that the polyhydroxy compound and surfactant, or the 
polyhydroxy surfactant, coat the water-absorbent resin particles without substantial penetration into the 
interior of the absorbent resin particles; 

B) drying the mixture of the hydrogel of the water-absorbent resin, and composition containing the poly- 
hydroxy compound and surfactant, or polyhydroxy surfactant, under conditions such that the water, and 
optional solvent if present, are substantially removed and the polyhydroxy compound or polyhydroxy 
surfactant does not significantly react with the carboxyl moieties of the water absorbent resin; 

C) optionally, reducing the particle size of the dried coated absorbent resin by mechanical means; and 

D) heating the coated water-absorbent resin particles under conditions such that the polyhydroxy com- 
pound or the polyhydroxy surfactant reacts with the carboxy moieties of the water-absorbent resin so 
as to crosslink the surface of the absorbent resin particles. 

7. A process according to Claim 6 wherein the composition containing the polyhydroxy compound and sur- 
factant comprises 

1) from 0 to 99 parts by weight water; 

ii) from 0 to 99 parts by weight polar organic solvent; 

ill) from 0 to 99 parts by weight of surfactant; 

Iv) from 1 to 99 parts by weight of polyhydroxy compound or polyhydroxy surfactant 

8. A process according to Claim 6 or Claim 7, wherein from 50 to 99.98 parts of water absorbent resin hy- 
drogel by weight and from 0.02 to 50 parts by weight of the solution containing the polyhydroxy compound 
and surfactant, or polyhydroxy surfactant, are contacted. 
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A process according to any one of Clainns 6 to 8 wherein 

A) the hydrogel of the water-absorbent resin and the composition comprising polyhydroxy compound 
and surfactant, or polyhydroxy surfactant, are contacted for a time of 0.5 minutes to 10 minutes at a 
temperature of firom 20''C to 150^*0; 

B) the mixture of the hydrogel of absorbent resin having coated thereon the composition comprising 
polyhydroxy compound and surfactant, or polyhydroxy surfactant, are dried at from 100 to 175X for 
10 to 60 minutes; 

C) the particle size of the dried coated absorbent resin particles is reduced to less than 2 mm; 

D) the coated absorbent resin particles are heated to a temperature of from 175 to 210''C for from 5 to 
75 minutes such that the polyhydroxy compound or polyhydroxy surfactant reacts with the carboxyl moi- 
eties at or near the surface of the water-absorbent resin particles to crosslink the water-absorbent resin 
particles at or near the surface. 

An absorbent structure comprising a woven or non-woven structure of paper, synthetic fibers, or natural 
fibers and surface crossllnked and surfactant coated water-absorbent resin particles according to one of 
Claims 1 to 5. 
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